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Serial No. 10/080,436 

In tJfiG Claims: 

This Usting of claims will replace aU prior versioBs, and Us^^^^^ 

rcanceled). 

niAim 4 fpfeviQtislv pr esented): 
A device comprising: 

a cobalt^nickel-chromium-based alloy, wherein the cobalt-nickel-chromium-bascd alloy has 

the following composition: 

42% to 48% cobalt by weight; 19% to 25% nickel by weight; 16% to 20% chromium by 
weight; 2% to 6% molybdenum by weight; 2% to 6% tungsten by weight; 2.7% to 7.5% iron by 
>yeight; and titanium and beryllium for the balance, wherein the device is selected from the group 
consisting of: a stent, a spring, a needle, and a guide wire. 

g!^, aim 5 fprev ^niislv presented): 

The device according to claim 4, 

wherein the device is a cardiovascular stent. 

Claim 6 frreviouslv p resentedl: 

The device according to claim 4, 
wherein the device is a coil spring. 

Claim 7 (p reviously presented): 

The device according to claim 4, 
wherein the device is a torsion spring. 

Claim 8 fpr gv?ouslv presented): 

The device according to claim 4, 
wherein the device is a biopsy needle. 
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C)aim 9 fpr< ^viniislv presented^: 

The device according to claim 4, 

wherein the device consists essentiaUy entirely of the cobalt-mckel-chromium-based alloy. 
g^aim 10-16 ^canceled) 

Claim 17 /'currently amended): 

A method of treating a patient, comprising: 

insertmg a stent into a cavity of a patient, wherein the stent comprises a cobalt-nickel- 
chromium-based alloy, wherein the cobalt-nickel-chromium-based aUoy has the following 
composition: 

42% to 48% cobalt by weight; 19% to 25% nickel by weight; 1 6% to 20% chromium by 
weight; 2% to 6% molybdenum by weight; 2% to 6% welfiFa«-tun^JaLby weight; 2.7% to 7.5% 
iron by weight; and titanium and beryllium for the balance. 

( ;| : ^im 18 fnreviouslv p resented^: 

The method according to claim 17. wherein inserting a stent into a cavity of a patient 
comprises inserting a stent into a cavity of a patient under nuclear spin tomography magnetic 
resonance imaging. 

Claim 19 ( canceled) 

glaim 20 (pTeviouslv oy esentedV 

The method according to claim 17, 
v^eiein the stent is a cardiovascular stent. 

Claim 21 rpreviouslv p resented): 

The method according to claim 17, 

wherein the stent consists essentially entirely of the cobalt-nickel-chromium-hased alloy. 
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f ;iaim 22 rpreviouslvp resentedl: 

The method according to claim 20, 

wherein inserting a stent into a cavity of a patient comprises inserting the stent into a 
cardiovascular vessel of the patient. 

Claim 23 (c anceled'^: 

riaim 24 (n ^rremtly amendedV 

A method of treating a p atient, comprising: 

inserting ^ «t«nt into a cavity of a patient, w herein thg stg^t comrrises a cp^aU-nicke]- 
..hmmium-based ^"n^^ -^-r.in the mhalt-nickel-chroinil1Tn-based alloy hqff th^ foUowins 
composition: 

^QOA to M 0/. cobaJ^ \ f y ^^oy^t- 1 go/, t o 1 fio /, hv weiPht 1 Q% to 21 % chmTninm by weight; 
^ W.tn 7 g% molv Kfl fnnn. hv w^rfit: „n to 0 1 ^ Cftrhon hv Weight; up to 1 .2% silicffnhvweighf, 
„ p to n nio/» bervl M »^ ^^^«ht: un to 0 01 S% sulfW by weipm" HP to Q.01$% P^QSPhProwf 

iron for the balance. T h u m u di u d u uu O i d ms t n nlni m w herein inserting a stent into a 
cavity of a patient comprises inserting a stent into a cavity of a patient nmder nuclear spin 
tomography magnetic resonance imaging. 

Claim 25 ( canceled! 

g^aim 26 ( currently amended): 

The method according to claim-^_24, 
wherein the stent is a cardiovascular stent. 

Cl ^m 27 (currently a mended): 

The method according to claim-33^,24> 

wherein the stent consists essentially entirely of the cobalt-nickel-chromium-based alloy. 
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Claim 28 (currently amended'): 

The method according to claim 26, wherein inserting a stent into a cavity of a patient 
comprises inserting the stent into a cardiovascular vessel of the patient. 
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